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(si) Random copolymers and crosslinked products of te same. 

(§) A random copolymer of (a) an a-olefin having 3 to 12 carbon atoms, (b) a non-conjugated diene 
represented by the following formula (1) : 


wherein R 1 represents a hydrogen atom or an alkyi group having 1 to 8 carbon atoms, R 2 , R 3 , R 4 and R 5 
each independently represent a hydrogen atom or an alkyl group having 1 to 8 carbon atoms, and n is a 
number of from 2 to 10, and (c) optionally ethylene, which random copolymer comprises 0.1 to 15 moj% 
of monomer units of said non-conjugated diene, 0 to 4 mol% of monomer units of ethylene, and pendent 
ethylenical unsaturates, and has a crystallization degree of 20% or more determined by an X-ray 
diffraction method, a melt index of 0.01 to 200 g/10 minutes, and a modulus of elasticity according to JIS 
K-7203 of 1,000 to 30,000 kg/cm 2 . The random copolymer can be in the crosslinked form through the 
pendent ethylenical unsaturation and can also be in the form of a blend of the copolymer with a 
thermoplastic polymer compatible therewith. The crosslinking can be conducted on the blend of the 
random copolymer with the thermoplastic polymer, and can also be conducted under the conditions 
that the random copolymer and/or the thermoplastic polymer are/is foamed whereby the crosslinked 
product is obtained as a foam. 


CH 2 = CH-f- CR 4 R 5 C=OR 1 
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BACKGROUND OF THE INVENTION 

1 . Field of the Invention 

5 This invention relates to a random copolymer, a crosslinked product thereof, and a composition comprising 

the crosslinked product 

The random copolymer according to the present invention is a novel copolymer comprising monomer units 
of a non-conjugated diene having a specific structure. A crosslinked product of the random copolymer, and a 
composition comprising the crosslinked product have high tensile strength and high elasticity even when their 
10 degree of crosslinking or gel fraction is high, and also exhibit high resistance for abrasion. 

2. Description of the Related Art 

Polyolefins have excellent properties from the viewpoint of practical use, so that they have been widely 
15 used as they are, or as a mixture of two or more kinds of polyolefins. In addition, modified polyolefins such as 
a pdyolefin which has grafted thereinto an unsaturated organic acid or a derivative thereof, or an unsaturated 
rjornatic monomer, and a crosslinked polyolefin, are also employed In a wide vaii^Ly of fields. 

Of the polyolefins, polypropylene resins including propylene homopolymers or polypropylene and pro- 
pylene copolymers such as a block or random copolymer of propylene with ethylene, and polyethylene resins 
20 including ethylene homopolymer or polyethylene, and ethylene copolymers such as a copolymer of ethylene 
with propylene and a copolymer of ethylene with propylene and butene are of considerable utility. 

In particular, attention has been focused on crosslinked products of polypropylene resins because of their 
advantageous properties such as of high rigidity, high melting points, glossiness, transparency, and excellent 
electric characteristics. 

25 However, poly(a-olefin) resins other than polyethylene resins are knov/n in the art to have problems, as 

rx>lypropylene resins typically show such that the resins contain a hydrogen atom bonded to the tertiary carbon 
atom of each recurring monomer unit thereof, and, accordingly, a radical crosslinking method such as a method 
in which a peroxide or radiation is employed to induce a crosslinking reaction is not applicable to obtain a 
crosslinked product of poiy(a-olefin) resins. This is because cleavage of the main chain of the poly(a-oJefin) 

30 resin occurs prior to a crosslinking reaction when the above radical crosslinking method is applied. For this 
reason, the resulting crosslinked product is not practically usable, and cannot be processed into a highly expan- 
ded or compressed article. 

The use of a crosslinking aid is therefore essential to obtain crosslinked products of pofy(a-olefin) resins 
such as a polypropylene resin, and various proposals have hitherto been made on the crosslinking aid which 

35 is effective to obtain a crosslinked product of a polypropylene resin. Examples of such methods include, for 
instance, a method disclosed in Japanese Patent Publication No. 45-23035 in which a rubber such as 
polybutadiene rubber, natural rubber or a polyisoprene rubber is blended, a method disclosed in Japanese 
Patent Publication No. 53-28060 in which a liquid 1,2-polymer of butadiene is blended, and a method disclosed 
in Japanese Laid-Open Patent Application No. 53-138470 in which a syndiotactic 1,2-polymer of butadiene, is 

40 blended. 

However, the crosslinked products of polypropylene resins obtained by the above conventional methods 
ere remarkably poor in resistances for heat, ozone and weather. This is because the above-described crosslink- 
ing aid contain a double bond in their main chains, or the tertiary carbon atom in the main chain thereof is in 
the allyf position. Moreover, the above crosslinking aids are gummy, and a polypropylene resin mixed with any 
45 of the crosslinking aids, the resulting mixture is to have poor mechanical properties of such as rigidity, and the 
advantages of the polypropylene resin which inherent has high rigidity are thus impaired. 

In order to solve the above problems, proposals have been made as disclosed in Japanese Patent Publi- 
cation No. 64-2 1 39, and Japanese Laid-Open Patent Applications Nos. 58-21 0930, 58-21 0931 and 61 -252248. 


Japanese < a : ;;~Ope;: Pare::". Appi '■ ,o. \ ' r .v' It; i1;s:;jsos a n>e:nc>J for preparing a block 
copolymer, in which a non-conjugated diene represented by the following formula is indispensably employed: 
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CH,= Cll-{- CH,-V„ C=C-R 1:L 
2 | | 

R 13 R 12 

5 

wherein a is an integer of from 1 to 10, and R 11 , R 12 and R 13 each independently represent a hydrogen atom 
or an alkyl group having 1 to 8 carbon atoms. A crosslinked product of the block copolymer obtained by the 
above method has impact resistance. However, it may have low transparency, so that it would not be utilized 
without limitation. The above polymer may also be disadvantageous in that the foaming conducted simul- 
10 taneously with the crosslinking would not give a crosslinked foam product having cells which are uniform in 
size. 

Japanese Laid-Open Patent Application No. 2-51512 discloses a random copolymer of ethylene, an a-ole- 
fin having 3 to 12 carbon atoms, and a non-conjugated olefin represented by the following formula: 

15 

CH 2 = CH-f- CH 2 -i- b C = C-R 14 
.lie L i *; 

20 

wherein b is an integer of from 2 to 10, and R u represents an alkyl group having 1 to 8 carbon atoms, and R 15 
and R 1Q each independently represent a hydrogen atom or an alkyl group having 1 to 8 carbon atoms, the 
ethylene and the a-olefin being bonded with each other in a molar ratio of (5-90)/(95-10) t and the content of 
monomer units of the non-conjugated diene contained in the copolymer being such that the iodine value of the 

25 copolymer is 3 or higher; and a composition comprising 100 parts by weight of the above random copolymer, 
0 to 300 parts by weight of a reinforcement, 0 to 150 parts by weight of a softening agent, and 0.1 to 10 parts 
by weight of a crosslinking agent. The Specification of the above Patent Application, however, simply describes 
that the random copolymer can improve the vulcanization speed of the composition comprising it 

The inventors of the present invention have proposed a method for preparing an improved copolymer of 

30 propylene, 6-rnethyi-1 ,6-octadiene and/or 7-methyI-1 ,6-octadiene, and optionally ethylene as disclosed in U.S. 
Patent No. 4,987,193. Specifically, the method is such that an unsaturated copolymer of propylene and the 
branched diene which is 6-methyl-1 ,6-octadiene and/or 7-methyl-1 ,6-octadiene, and optionally ethylene, is pro- 
duced by a two-step process wherein in a first polymerization step homopolymerization of propylene is con- 
ducted until the propylene polymer amounts to 0.01 to 1 0% by weight of the total and final copolymer, and in 

35 a second polymerization step the random copolymerization of propylene, 6-methyl-1 ,6-octadiene and/or 7-me- 
thyl-1 ,6-octadiene, and optionally, ethylene is then conducted as a continuation of the first step polymerization. 

SUMMARY OF THE INVENTION 

40 An object of the present invention is to provide a random copolymer of (a) an u -olefin having 3 to 12 carbon 

atoms, (b) a non-conjugated diene represented by the formula (1): 


45 


I 
I 


(i: 


wherein R 1 represents a hydrogen atom cr an aikyl group having 1 to 8 carbon atoms, R 2 , R 3 , R 4 and R 5 each 
independently represent a hydrogen atom or an alkyl group having 1 to 8 carbon atoms, and n is a number of 


. to CJ.OOO kj ;:r • . 

Another object of the present i riven fur. r, to provide a crosslinked product of a random copolymer of (a) 
nil a-olefin having 3 to 12 carbon atoms, (b; a non-conjugated diene represented by the formula (1): 
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CH, = CH~f- CR 4 R 5 -)- ^C-R 1 

! I (1) 
R 3 R 2 

5 

wherein R 1 represents a hydrogen atom or an alky! group having 1 to 8 carbon atoms, R 2 , R 3 , R 4 and R 5 each 
independently represent a hydrogen atom or an alkyl group having 1 to 8 carbon atoms, and n is a number of 
from 2 to 10, and (c) optionally ethylene, which random copolymer comprises 0.1 to 15mol% of monomer units 
of the non-conjugated diene, 0 to 4 mol% of monomer units of ethylene, and pendent ethyienical unsaturations, 

w and has a crystallization degree of 20% or more determined by an X-ray diffraction method, a melt index of 
0.01 to 100 g/10 minutes, gel content of 5 wt% or more, and a modulus of elasticity according to JIS K-7203 
of 1,000 to 30,000 kg/cm 2 , the crosslinking having taken place through the pendent ethyienical unsaturations. 
A further object of the present invention is to provide a blend of: 

a Component (A) which is a random copolymer of (a) an a-olefin having 3 to 1 2 carbon atoms, (b) a non- 

15 conjugated diene represented by the following formula (1): 


CH ? = CH-f- CR 4 R 5 ~Vr C=C-R 1 
20 R R 


wherein R 1 represents a hydrogen atom or an alkyl group having 1 to 8 carbon atoms, R 2 , R 3 , R* and R 5 each 
independently represent a hydrogen atom or an alkyl group having 1 to 8 carbon atoms, and n is a number of 
from 2 to 1 0, and (c) optionally ethylene, which random copolymer comprises 0.1 to 1 5 mol% of monomer units 
25 of the non-conjugated diene, 0 to 4 mol% of monomer units of ethylene, and pendent ethyienical unsaturations, 
and has a crystallization degree of 20% or more determined by an X-ray diffraction method, a melt index of 
0.01 to 200 g/10 minutes, and a modulus of elasticity according to JIS K-7203 of 1,000 to 30,000 kg/cm 2 ; and 
a Component (B) which is a thermoplastic polymer 

the composition comprising 0.1 moI% or more and less than 15 mol% of monomer units of the non-con- 

30 jugated diene, the random copolymer being crosslinked through the pendent ethyienical unsaturations. 

The random copolymer according to the present invention is a novel polymer. A crosslinked product of the 
random copolymer and a composition comprising the crosslinked product have improved heat resistance and 
solvent resistance as well as those properties which are inherent in pdy(a-oiefin) resins. In particular, the 
crosslinked product of the random copolymer of the invention can be obtained with high efficiency, and is excel- 

35 tent in tensle strength, elasticity, and resistance for abrasion. 

In the case where the random copolymer prepared by copoiymerizing the non-conjugated diene with the 
a-olefin which is solely or mainly propylene is subjected to a crosslinking reaction, the resulting crosslinked 
product has high rigidity, a high melting point, glossiness, transparency, and excellent electric properties, which 
are the characteristics inherent in a polypropylene resin. In addition, the crosslinked product has high abrasion 

40 resistance, and reveals high tensile strength and high elasticity. The crosslinked product has improved deep 
drawability and improved foamabOity and can give a desirable material with high quality in good balance. 

Furthermore, a crosslinked product of the random copolymer prepared by copoiymerizing the non-conju- 
gated diene with an a-olefin which is 3-rnethyibutene has high heat resistance in addition to the above advan- 
tageous properties of the crosslinked product of the copolymer when the a-olefin used is propylene. 

45 In the present invention, a crosslinked product can also be obtained by subjecting a composition comprising 

the random copolymer of the present invention, and unsaturated rubber blended therewith such as natural rub- 
ber, polyisoprene rubber, polybutadiene rubber, ethylene - a-olefin - diene terpoiymer rubber, or butyl rubber 
to a crosslinking reaction. Since the random copolymer and the unsaturated rubber blended are crosslinked 


_ \a.\ w More^tri , i. ■:: l . :i;;i'.i.r ci'.e' : jr. a.;.:, .. .;] ur renwj j \ .\\ surface c: t;ie croos, ;;/,e<i product can a, so 
b-9 modified. By such a modificalion, the crosslinked product can be imparted with, as another characteristics 
in accordance with the present invention, properties, mainly those related to polarity, and not resided in con- 
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successfully imparted to the resulting crosslinked product without conducting any separate modification of the 
unsaturated groups. 

Since the crosslinked product according to the present invention has the above advantages, it can give an 
excellent foamed product, and is utilizable for parts of cars, coating materials of electric wires, parts of house- 
5 hold electric appliances, pipes for hot water, and trays for use in the distribution. 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 


[Random Copolymer] 

10 

The random copolymer according to the present invention will now be explained in detail. 
The random copolymer of the invention can be prepared by copoiymerizing (a) an a-olefin having 3 to 12 
carbon atoms, (b) a non-conjugated diene represented by the following formula (1); 

15 

CH 7 = CH-f- CR 4 R 5 C^C-R 1 

P 3 R 2 

20 wherein R 1 represents a hydrogen atom or an alkyl group having 1 to 8 carbon atoms, preferably an alkyl group 
having 1 to 3 carbon atoms, R 2 , R 3 , R 4 and R 5 each independently represent a hydrogen atom or an alkyl group 
having 1 to 8 carbon atoms, preferably a hydrogen atom or an alkyl group having 1 to 3 carbon atoms, n is a 
number of from 2 to 1 0, preferably from 2 to 5, and, if necessary, (c) ethylene in the presence of a known Ziegler 
catalyst. The above copolyrnerization reaction may be carried out in accordance with any known method and 

25 apparatus which are applicable to polymerization of a-olefin monomers. 

Examples of the a-olefin having 3 to 1 2 carbon atoms usable for preparing the random copolymer of the 
invention include propylene, butene-1, pentene-1, hexene-1, octene-1, 3-methyl-butene-1, 3-methyi-pentene- 
1 t 4-methyl-pentene-1, 3,3-dimethyl-butene-1, 4,4-dimethyl-pentene-1, 3-rn ethyl- hexene-1, 4-methyi-hexene- 
1, 4,4-dimethyl-hexene-1, 5-methyi-hexene-1, allylcydopentane, allylcyclohexane, styrene, allyibenzene, 

30 3-cyclohexylbutene-1, vinyicyclopropane, vinylcydopentane, vinylcyclohexane, and 2-vinyIbicydo[2,2,1]-hep- 
tane. Of these a-olefins, a cyclic a-olefin of 3 to 8 carbon atoms such as propylene, butene-1, 3-methyi-bu- 
tene-1, 4-methyl-pentene-1 and aromatic a-o!efin such as styrene are preferred in particular, and propylene is 
most preferable. The above a-olefins can be used either singly or in combination. In the case where two or 
more kinds of the above a-olefins are used in combination, it is necessary that the amount of one of the a-olefins 

35 employed be 70 wt.% or more, preferably 80 wt% or more, and more preferably 90 wL% or more, of the total 
amount of the a-olefins. 

Examples of the non-conjugated diene represented by the formula (1), usable for preparing the random 
copolymer of the invention include 1,5-dienes such as 1,5-heptadiene, 5-methyl-1,5-heptadiene, 6-methyl-1,5- 
heptadiene, 1,5-octadiene, 5-methy!-1,5-octadiene and fi-methyl-1,5-octadiene; 1 ,6-dtenes such as 1,6-octa- 

40 diene, 6-methy[-1,6-octadiene, 7-methyI-1,6-octadiene, 7-ethyl-1,6-ocradiene, 1,6-nonadiene, 7-methyl-1,6- 
nonadiene and 4-methyM ,6-nonadiene; 1,7-dienes such as 1,7-nonadiene and 8-methyl-1 ,7-nonadiene; and 
other non-conjugated dienes such as 1,11-dodecadiene and 1 ,13-tetradecadiene. Of these non-conjugated 
dienes, branched non-conjugated dienes such as 6-methyl-1,5-heptadiene, 6-methyl-1,5-octadiene, 6-methyl- 
1,6-octadiene, 7-methyl-1,6-octadiene, 7-ethyl-1,6-octadiene and 8-methyl-1 t 7-nonadiene are preferred, and, 

45 in particular, 7-methyl-1,6-octadiene is preferred when the current technique for preparing the copolymer is 
taken into consideration. The above-enumerated non-conjugated dienes can be used either singly or in com- 
bination. 

A preferred species of the random copolymer of the present invention is a random copolymer consisting 
essentially of (a) monomer units of an a-olefin having 3 to 12 carbon atoms, preferably the preferred species 


The random copolymer of the presen: invention contains from 0.1 to 15 moiVu, preferably from 0.2 to 12 
rno!%, and more preferably from 0,5 to 8 moh" 3 , still more preferably from 0.5 to 5 mol%, of monomer units of 
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On the other hand, when the content of the mono r units of the non-conjugated diene is in excess of 15 moi%, 
the random copolymer is produced with low pro,' jtivity, and in addition, the copolymer is sticky or cannot be 
in a state of polymer due to its extremely low crystallization degree, 

!n the present invention, ethylene is optionally employed togetherwith the a-olefin and the non-conjugated 

5 dlene to prepare the random copolymer. By properly introducing an ethylene unit to the copolymer, properties 
such as transparency, flexibility and a melting point of the resulting copolymer can be controlled or improved 
as desired. Therefore, the amount of the ethylene unit to be contained in the copolymer is determined depending 
on the use of the resulting copolymer and/or other various conditions. However, in general, the amount of the 
ethylene unit contained in the copolymer of the invention is from 0 to 4 moI%, preferably from 0 to 3.5 moi%, 

10 and more preferably from 0 to 2 mol%. When the content of the ethylene unit is larger than 4 mol%, the random 
copolymer has a low crystallization degree, and cannot reveal the properties inherent to a resin. 

The crystallization degree of the random copolymerof the present invention is preferably 20% or more when 
determined by a known X-ray diffraction method. For instance, the crystallization degree of the random 
copolymer prepared by using propylene as the a-olefin is determined in accordance with the method described 

15 in Rend. Accad. Naz. Lincei. 22 (8), 1 1 (1 957) by G. Natta et al. In this case, the preferred crystallization degree 
ts preferably 25% or more. 

The melt index cf the random copolymer of the present invention is from 0.0 i Lu 200 g/iu minutes, prefer- 
ably from 0.1 to 100 g/10 minutes. 

The melting point of the random copolymer of the invention determined by DSC indicated as a peak tem- 

20 perature at which the copolymer is fused is from 100 to 330°C, preferably from 110 to 300°C. In the case of 
the random copolymer whose a-olefin used is propylene, it is preferable that the melting point thereof be in the 
range of from 120 to 160°C. The copolymer having a melting point of lower than 100°C is unfavorable because 
it is rubbery and cannot reveal sufficiently high heat resistance. 

The random copolymerof the present invention is a resin in nature or properties. The modulus of fiexurai 

25 eJasticity of the random copolymer according to JIS K-7203 is from 1,000 to 30,000 kg/cm 2 , preferably from 
1 r 000 to 25,000 kg/cm 2 . In particular, the modulus of fiexurai elasticity of the copolymer whose a-olefin used 
b propylene is preferably from 1,500 to 10,000 kg/cm 2 . The random copolymer having a modulus of fiexurai 
eJasticity of less than 1 ,000 kg/cm 2 cannot exhibit sufficiently high heat resistance. 

30 (Preparation of Random Copolymer] 

P] Catalyst for Polymerization: 

To prepare the random copolymer of the present invention, the above-described monomers are 
35 c»polymerized in the presence of a Ziegler catalyst for use in a stereospecific polymerization reaction compris- 
ing a known "reduced** type highly active titanium trichloride composition and an organoaluminum compound, 
oraZiegler catalyst for use In a stereospecific polymerization reaction comprising a solid titanium catalytic com- 
ponent comprising as essential components titanium, magnesium, a halogen and an electron donor, and an 
organoaluminum compound. In particular, the latter Ziegler catalyst is preferable because it can minimize by- 
40 production of a soluble polymer. 

[II] Random CopoJymerization: 

A method for preparing the random copolymer of the present invention is such that the a-olefin, the non- 
45 conjugated diene, and if necessary ethylene are copolymerized in the presence of such known Ziegler catalyst 
as given above. It is not necessary to maintain the monomer ratio in the reaction system at the constant level 
(hiring the copolymerization reaction. The monomers in a specific ratio can be charged to the reaction system 
in the course of the reaction. It is also acceptable to change the ratio of the monomers during the reaction. 


used, a slurry polymerization method in which substantially no inert soivent is used but instead the a-olefin and 
the ncn-conjugated diene themselves act as solvents, and a vapor phase polymerization method in which each 
55 monomer is kept in a gaseous state without any liquid solvent used are suitable for preparing the random 


EP 0 458 731 A1 


to 100°C, preferably from 40 to 90°C, and more preferably from 50 to 80°C, and under a pressure of from 0 to 
45 kg/cm 2 G, preferably from 1 to 40 kg/cm 2 G, and more preferably from 2 to 36 kg/cm 2 G. 

The molecular weight of the random copolymer produced can be controlled by any known technique. Prac- 
tically, however, hydrogen is most preferably employed during the copolymerization for the purpose. 
5 For preparing the random copolymer with improved productivity, it is effective to polymerize by and on the 

catalyst a small amount of an cx-olefin monomer before conducting random copolymerization reaction. The a- 
oiefin used for the preliminary polymerization may be the same as or different from the a-olefin which is 
copolymerized with the non-conjugated diene to give the random copolymer of the invention. 

10 [Crosslinking] 

The random copolymer of the present invention has specific unsaturated groups or pendent ethylenical 
unsaturations on its side chains. Therefore, any conventional crosslinking method which is employed for 
crosslinking of unsaturated polymers such as unsaturated rubber can be employed toobtain a crosslinked pro- 

15 duct of the random copolymer of the invention. For instance, the following methods are all employable in the 
present invention: a method in which a radical generating agent is employed as a crosslinking agent, a method 
in which radiation is applied to induce a crosslinking reaction, a method in which a resin is used as a crosslinking 
agent, and a method in which a quinoid is employed as a crosslinking agent. 

In some cases, for instance, in the case where radiation is employed to induce a crosslinking reaction, radi- 

20 cals generated on the main chain of the random copolymermay undergo crosslinking in addition to the crosslink- 
ing between the pendent ethylenical unsaturations. In the present invention, such a crosslinking reaction is also 
included in the "crosslinking through the pendent ethylenical unsaturations". 

The crosslinked product of the random copolymer according to the present invention can be prepared in 
the above-described method, and either part of or all of the pendent ethylenical unsaturations contained in the 

25 random copolymer are utilized for the crosslinking. When the crosslinked product still contains ethylenical 
unsaturations therein, they can be utilized for modification of the product. 

(1) Crosslinking by means of Radical Generating Agent: 

30 A so-called radical polymerization initiator is used as the radical generating agent to obtain a crosslinked 

product of the random copolymer of the present invention. 

Examples of the radical generating agent usable in the present invention include organic peroxides such 
as hydroperoxides, dialkylperoxides, diacylperoxides, peracid esters and ketone peroxides; inorganic 
peroxides such as hydrogen peroxide, peroxosulfates and metal peroxides; azo compounds, monosulfides, dis- 

35 ulfides, metal chelate compounds, and redox initiators. Of these agents, organic peroxides are preferred. Par- 
ticularly preferred are those organic peroxides which have a temperature at which a half of the peroxide in 
question is decomposed in one minute of 100°C or higher, preferably 120°C or higher, and more preferably 
140°C or higher. The wording "peroxide" herein includes "hydroperoxide". 

Specific examples of the hydroperoxides preferably usable in the present invention are t-butylhyd- 

40 roperoxide, cumene-hydroperoxide, diisopropyibenzenehydroperoxide, p-methane-hydroperoxide, 2,5-dime- 
thyfhexane-2,5-dihydroperoxide, and pinanehydroperoxide. 

Specific examples of the dialkylperoxide preferably usable in the present invention are di-t-butylperoxide, 
t-butyl-cumenylperoxide, dicumenylperoxide, a,a'-bis(t-butylperoxy)-p-diisopropylbenzene, 2,5-dimethyl-2,5- 
di(t-butylperoxy)hexane, and 2,5-dimethyl-2,5-di(t-butylperoxy)-hexyne-3. 

45 Specific examples of the diacylperoxides are acetyl peroxide, succinic acid peroxide, benzoyiperoxide, and 

2,4-dichIorobenzoyIperoxide. 

Specific examples of the peracid esters preferably usable in the present invention are t-butyl peroxyacetate, 
t-butyl peroxyiscbutyrate, t-butyl peroxy-2-ethylhexanoate, t-butyl peroxy-S^.S-trimethylhexanoate, t-hutyl 
peroxylaurate, t-butyl peroxybenzoate, di-t-butyl diperoxyphthalate, 2,5-dimethyI-2,5-di(benzoyl- 


:.j.oyeo hi t,\e ■ resent , t:n::o!i. z:,:,-'.:.;:.-.:; , ;ylhexfjne-2,r;-dihycroAyperoxi;i^. di-:-!.L,;yl;)ijroxide. t-buty I- 
cumenylperoxicie, dicumeny!perox;:!e, a,a-bis(t-butylperoxy)-p-diisopropy I benzene, 2,5-riimethyl-2,5-di(t- 
butylperoxyihexane, 2,5-d:methyl-2,5-di(t-hutyiperoxy)hexyne-3, benzoylperoxide, and t-butyl 
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preferably from 0.05 to 10 parts by weight, per 100 parts by weight of the random copolymer of the invention. 

Any conventionally known crosslinking method is applicable in the present invention. For instance, the fol- 
lowing methods are employable; a method in which the random copolymer of the invention and a thermoplastic 
pdymer used upon necessity, is fused and mixed along with the radical generating agent while heating the 
5 mixture; a method in which the random copolymer and the radical generating agent are respectively dissolved 
in a solvent and the resulting solutions are mixed with each other while heating, followed by vaporization of the 
solvent; and a method in which the random copolymer or its composition in the form of powder or pellets and 
the like is immersed, while heating, in a solution of the radical generating agent in a solvent, followed by removal 
of the solvent. 

w In the above methods, the heating is conducted at temperature of from 120 to 300°C for appropriate time. 

Further heating can be applied if so desired. 

The random copolymer and the radical generating agent are fused and mixed with each other either in a 
continuous method or in a batch method by using an apparatus such as a V-b!ender, a Henschel mixer, a mixing 
roller, a Banbury mixer, a kneading extruder, a kneader, or a Brabenrier plastogram. 

15 

(2) Crosslinking by means of irradiation: 

The random copolymer can be crosslinked by irradiation with y-rays generated from cobalt 60 or cesium 
137, electron beams generated by an electron beam accelerator, X-rays generated by an X-ray generator, 
20 ultraviolet rays, proton beams, a-rays, a p-rays, and neutron rays. Of these, preferable ones are y-rays which 
are now safely obtainable thanks to the development in the atomic industries, and electron beams which are 
obtainable at a high energy level at a relatively low cost by an improved accelerator. 

The amount of irradiation is, in general, from 0.01 to 500 Mrad, preferably from 0.1 to 100 Mrad. 
The crosslinking reaction by means of irradiation is characterized in that the reaction can be carried out at 
25 any temperature. However, in the present invention, the crosslinking reaction is carried out at from 0°C to a 
melting point or softening point of the random copolymer of the invention or of a composition comprising it, and 
preferably at a temperature of from 15 to 100°C. There is of course no problem even if the crosslinking reaction 
» carried out at a temperature lower or higher than the above range. 

The crosslinking reaction can also be carried out under any atmosphere, for instance, under an atmosphere 
30 of air or an Inert gas, or under reduced pressure. 

The above-described organic peroxides can also be co-employed in this crosslinking method. 

(3) Crosslinking by means of Resin: 

35 A crosslinked product of the random copolymer of the present invention can be prepared by using as a 

crosslinking agent a phenol resin such as an alkylpheno! resin or a bromoalkyiphenol resin, wherein a catalyst 
for the crosslinking is used such as stannous chloride, ferric chloride, an organic sulfonic acid, polychloroprene 
or chlorosulfonated polyethylene. 

The amount of the resin used as a crosslinking agent is, in general, from 1 to 30 parts by weight, preferably 

40 from 5 to 20 parts by weight, per 1 00 parts by weight of the random copolymer of the invention; and the amount 
of the catalyst is from 0.1 to 10 parts by weight, preferably from 0.5 to 5 parts by weight, per 100 parts by weight 
of the random copolymer. 

The crosslinking reaction wherein the above crosslinking agent and catalyst are used is generally carried 
out at a temperature of from 100 to 300°C, preferably from 130 to 250°C. 

45 

(4) Crosslinking by means of Quinoid: 

A crosslinked product of the random copolymer of the present invention can be prepared by using, as a 


riorn 0.1 to lb pans ;.;y weight, preferably :r,f~ u.6 to 10 pans by weight, per 100 pans by weight of the random 
copolymer. 

The crosslinking reaction by means of I he qui none compound is carried out at a temperature of from 9(1 to 


EP 0 458 731 A1 


(5) Crosslinking upon foaming 

A crosslinking-foaming method is also employable in the present invention, which utilizes such a property 
that the melt viscosity of a copolymer increases when it is crosslinked. 

5 When a physical foaming agent, or a chemical foaming agent having a relatively low decomposition tem- 

perature such as sodium hydrogencarbonate is used with the random copolymer of the invention or a compo- 
sition comprising it, a crosslinking reaction and foaming are, in general, caused at the same time under 
pressure, at a temperature in the vicinity of or higher than the melting point or softening point of the copolymer 
or the composition comprising it. 

10 On the other hand, when a chemical foaming agent having a relatively high decomposition temperature 

such as azodicarboxylic amide is used with the random copolymer of the invention or a composition comprising 
it, foaming can be caused simultaneously with, or after completion of the crosslinking reaction, at a temperature 
of from 120 to 300°C, preferably from 140 to 270°C, under atmospheric pressure or under pressure. In the case 
where a crosslinking reaction is carried out prior to foaming, the reaction is required to be carried out at a terrv 

15 perature lower than the decomposition temperature of the foaming agent employed. 

A composition comprising the random copolymer of the invention, and the following auxiliary components 
in such amounts that the effects of the present invention are not remarkably impaired can also give a crosslinked 
product of the present invention. Examples of the auxiliary components usable in the present invention include 
thermoplastic resins which are compatible with the random copolymer of the invention; stabilizing agents which 

20 are phenolic, sulfur-containing, phosphorus-containing or amines including an antioxidant, a heat stabilizer, an 
ultraviolet absorber and an antistatic agent; inorganicfillers such as silica, mica, talc, calcium carbonate, carbon 
blade, glass fiber, fine spherical glass, carbon fiber, plaster, clay, aluminum hydroxide, magnesium hydroxide 
and titanium oxide; coloring agents and pigments; ffame retarders; surface active agents; and controllers or 
retardersforthc crosslinking reaction. 

25 The crosslinked product has a gel fraction which is at least 5% by weight, preferably 7 to 95% by weight, 

and is preferably 20 to 70% by weight when the crosslinked product is foamed. The melt index of the crosslinked 
product is usually lower than that of the product before foaming. The melt index of the crosslinked product is 
0.01 to 100 g/10 minutes, preferably 0.01 to 50 g/10 minutes. 

30 polymer Blend] 

The random copolymer and preferably the crosslinked product thereof according to the present invention 
are useful as they are. However, a blend or a coherent blend of the random copolymer, or preferably the crosslin- 
ked product thereof, (Component A) with a thermoplastic resin (Component B) which is compatible with the 
35 Composition A has also a wide variety of industrial utilities. 

In this case, it is necessary that the amount of monomer units of the non-conjugated diene be so controlled 
that the blend of the Component A and the Component B contain 0.1 mol% or more and less than 1 5 mol%, 
preferably from 0.5 to 8 moI%, especially preferable from 0.5 to 5 mol%, of the monomer units. 

Examples of the thermoplastic resin to be used as the Component B compatible with the random copolymer 
40 of the invention or with the crosslinked product thereof, the crosslinking being conducted after the blending, 
are as follows: 

(i) Polymers of a-olefins having 2 to 8 carbon atoms such as ethylene, propylene, butene-1, pentene-1 and 
4-methyM-pentene such as homopoiyrners and interpoiymers of these a-olefins; derivatives by such 
chemical modification of the above polymers of a-olefins as, for example, grafting with an unsaturated 
45 organic acid or a derivative thereof such as its anhydride, chlorination, sulfonation, styrenation, and oxi- 

dation; copolymers of the a-olefins referred to above with a monomer copolymerizable therewith other than 
the a-olefins such as an unsaturated organic acids, derivatives thereof, vinyl esters and an unsaturated 
organosilane compounds and derivatives by chemical modification of the copolymers including saponified 
products of copolymers of ethylene and vinylacetate; 


(iv) natural rubbers; pclybutndiene rubbers; po;yisoprene rubbers; styrene-butadiene rubbers (SBR); and 
butyl rubbers. 
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When the crosslinking reaction of the random copolymer is conducted when the copolymer (Component 
A) is in the form of a blend with the Component B, a blend of the Components A and B wherein the Component 
A is crosslinked w:II be obtained, which blend is preferable in the present invention. 

The previously-mentioned foaming method is also applicable when the above blend is subjected to a 
5 crosslinking reaction, whereby a foarn product comprising a crosslinked product of the Composition A and the 
Composition B can be successfully obtained. 

Otherfeatures of this invention will become apparent in the course of the following description of exemplary 
embodiments, which are given for illustration of the invention and are not intended to be limiting thereof. 

10 Example 1 

[Preparation of Supported Catalyst] 

A flask thoroughly purged with nitrogen gas was charged with 100 ml of dehydrated and deoxygenated 
15 n-heptane. 0.1 mol of MgCI 2 and 0.20 mol of Ti(0-nBu) 4 were then added to the n-heptane, followed by a reac- 
tion at 1 00°C for two hours. After the reaction was completed, the reaction mixture was cooled to a temperature 
nf 40°O and 1 5 ml nf mpfhv(hvHrnnpnnnlu<:ilriY3nA uiac thon aHrfoW fhorof^ The raenltinn m^im r-,,u; n ^^A 
to a reaction for three hours. The solid product thus obtained was washed with n-heptane. It was found that 
15.2% by weight of titanium, and 4.2% by weight of magnesium were contained in the product 
20 A flask thoroughly purged with nitrogen gas was charged with 100 ml of dehydrated and deoxygenated 
n-heptane. To the n-heptane was added the above obtained product in an amount of 0.03 mol on magnesium 
atom basis. Thereafter, 0.05 mol of SiCI 4 was added to the above mixture at 30°C over a period of 15 minutes, 
fbMowed by a reaction at 90°C for two hours. After the reaction was completed, the product thus obtained was 
washed with purified n-heptane. To the washed product was added a mixture of 25 ml of n-heptane and 0.004 
25 mol of orthc-C 6 H 4 (COCI)2 at a temperature of 50°C, and then added 0.05 mol of SiCI 4 . The resulting mixture 
was subjected to a reaction at 90°C for two hours. After completion of the reaction, the reaction product was 
washed with n-heptane, thereby obtaining a supported catalyst. It was found that 2.05% by weight of titanium 
was contained in the catalyst. 

30 [Preparation of Copolymer] 

In a one-liter autoclave purged with propylene were placed 330 ml of n-heptane, 0.1 g of triethylaluminum, 
0.04 g of diphenyidimethoxysilane and 0.07 g of the above-prepared supported catalyst in the order named. 
After introducing 125 Nml of hydrogen to the autoclave, propylene was further introduced to the autoclave with 

35 pressure, and the mixture was stirred at a temperature of 50°C under a pressure of 0.5 kg/cm 2 G. Thereafter, 
70 ml of 7-methyl-1 ,6-octadiene was added to the reaction mixture, and the resulting mixture was heated while 
introducing propylene thereto with pressure, followed by a polymerization reaction at 65°C for five hours under 
a pressure of 5.5 kg/cm 2 G. To the reaction product was added n-butanoJ to inactivate the catalyst, and the resi- 
due of the catalyst was removed therefrom by extraction with water. Finally, a polymer was collected by cen- 

40 trifugaJ separation, and then dried, thereby to obtain 194 g of a powdery random copolymer, having a bulk 
density of 0.50 glee, according to the present invention, the amount of an amorphous polymer was 5.4 g. 

An MFR of the copolymer thus obtained was 3.5 g/10 minutes, and a peak temperature of fusion thereof 
determined by DSC was 149.1 °C. According to the measurement by H 1 -NMR, the copolymer contained 2.6 
moi% of monomer units cf 7-methyM ,6-octadiene. It was also found that the monomer units of this diene were 

45 not linked with each other in the copoJymer, and were in the 1,2-addition structure. The crystallization degree 
of the copolymer determined by X-ray diffraction was 38.0%, and the modulus of flexural elasticity according 
to JI3 K-7203 was 6,250 kg/cm 2 . The haze according to JIS K-7105 was 49%. 


iaciiene was cnangeo from /O m; tj r ,j mi, propylene contain;:^ 1.2--J oy vre»g;it of eihylene was if i traduced 
after the addition of the 7-me:hyl-1 ,6-octadiene, and the polymerization temperature was changed from 65 C C 
to 60°C, thereby obtaining 182 g of a random copolymer of the present invention in the form of dried powder. 
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contained 2.4 mol% of monomer units of 7-rnethyf-1 ,6-octadiene and 1 .9 moI% of monomer units of ethylene, 
it was found that the monomer units of this diene were not linked with each other in the copolymer, and were 
in the 1 ,2-addition structure. The crystallization degree of the copolymer determined by X-ray diffraction was 
28.8%, and the modulus of flexural elasticity according to JIS K-7203 was 4,700 kg/cm 2 . The haze according 
5 to JIS K-71 05 was 43%. 

Referential Example 1 

In a one-liter autoclave purged with propylene was placed 400 ml of an 8:2 (molar ratio) mixture of 4-me- 
10 thyl-1 ,4-hexadiene and 5-methyl-1,4-hexadiene. To this mixture were then added 0.9 g of triethylaluminum, 
0.36 g of diphenyldimethoxysilane and 0.4 g of the supported catalyst prepared in Example 1 in this order. 
Thereafter, 50 Nm! of hydrogen was introduced to the autoclave, and propylene was then further introduced 
with pressure, followed by stirring at 25°C under a pressure of 2.5 kg/cm 2 . The reaction mixture was heated 
while introducing propylene with pressure, and a reaction was carried out at a temperature of 65°C under a 
15 pressure of 8 kg/cm 2 G for two hours. As a result, 114 g of a copolymer in the form of dried powder having a 
bulk density of 0.41 g/cc was obtained. The amount of an amorphous polymer was 5.9 g. 

The MFR of the copolymer thus obtained was 2.2 g/10 minutes, and the peak temperature of fusion deter- 
mined by DSO was 15? 0°n According to the measurement by H 1 -NMR, the copolymer contained 3.8 rno!% 
of monomer units of methyl-1 ,4-hexadiene. It was found that the monomer units of this diene were not linked 
20 with each other, and were in the 1 ,2-addition structure. The crystallization degree of the copolymer determined 
by X-ray diffraction v/as 41 %, and the modulus of flexural elasticity according to JIS K-7203 was 5,200 kg/cm 2 . 
The haze according to JIS K-71 05 was 58%. 

Referential Example 2 

25 

In a 100-liter autoclave was placed 40 liter of an 8:2 (molar ratio) mixture of 4-methyI-1 ,4-hexadiene and 
5-methyl-1,4-hexadiene (this mixture is hereinafter referred to as methyl-1 ,4-hexadiene). To this mixture were 
added 18 g of diethylaiuminum chloride, and then 4.1 g of titanium trichloride commercially available from 
Marubeni Solvey Corporation, Japan. Thereafter, hydrogen and propylene were introduced into the autoclave 

30 to make the total pressure to 1.5 kg/cm 2 (gauge pressure), and the hydrogen content to 2.0% by volume, and 
the temperature of the reaction system was maintained at 25 S C for 1 5 minutes. Propylene was then further intro- 
duced into the autoclave with pressure to make the total pressure to 6.5 kg/cm 2 G and the hydrogen content to 
6.8% by volume, and a polymerization reaction was conducted at 55°C for 6 hours. During this reaction, 
ethylene was charged to the reaction mixture with a constant rate of 0.52 kg/hr. As a result, 7.5 g of a copolymer 

35 was obtained in the form of dried powder. The amount of an amorphous polymer was 1.3 g. 

The MFR of the copolymer thus obtained was 3.8 g/1 0 minutes, and the peak temperature of fusion deter- 
mined by DSC was 133°C. The copolymer was determined to contain 2.0 mol% of monomer units of methyi- 
1 ,4-hexadiene, and 5.0 mo!% of monomer units of ethylene. The modulus of flexural elasticity of the copolymer 
according to JIS K-7203 was 4,000 kg/cm 2 . The haze according to JIS K-71 05 was 50%. 

40 

Example 3 

100 parts by weight of the random copolymer prepared in Example 1, 0.3 parts by weight of dicumenyl- 
peroxide, and 0.1 parts by weight of "Irganox 1010" (Trademark) were kneaded at200 G C for G minutes, thereby 
45 to obtain a crosslinked product of the copolymer according to the present invention. 

The gel fraction of the crosslinked product thus obtained was determined in the following manner 
1.0 g of the product was weight and placed on an 80-mesh metallic wire net was subjected to extraction 
by xylene at the melting point for 1 0 hours, thereafter, undissolved portion of the product remaining on the wire 
net was dried, and weighed. The gel fraction which is the percentage of the weight of the undissolved portion 

. r 4 1-..-. — r — ^ — » r — f • - . t . r .:.-i * - r «i. . . , - ~ ; -t ( .■ r ... t . .it u,., ... i .. r .c ., , , r < — i :.n 
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crossJinked product of the copolymer according to the present invention. 

The gel fraction of the crosslinked product thus obtained was 58% by weight. The MFR at a temperature 
of 230°C with a load of 2.16 kg was unmeasurable because the product did not flow under such conditions. 
However, the MFR of the product determined at a temperature of 230°C with a load of 10 kg was 0.47 g/10 
5 minutes. 

Comparative Example 1 

The procedure in Example 3 was repeated except that the random copolymer prepared in Example 1 
10 employed in Example 3 was replaced by the copolymer prepared in Referential Example 1, thereby to obtain 
a comparative crosslinked product of the copolymer. 

The gel fraction of the crosslinked product thus obtained was 30% by weight. The MFR of the product deter- 
mined at a temperature of 230°C with a load of 2.16 kg was 0.40 g/10 minutes, and the MFR determined with 
a load of 10 kg was 18 g/10 minutes. 

15 

Comparative Example 2 

The procedure in Example 3 was repeated except that the random copolymer prepared in Example 1 
employed in Example 3 was replaced by the polypropylene, "Mitsubishi Poiypro MH6" (Trademark), thereby 
20 to obtain a comparative crosslinked product of the polypropylene. 

The gel fraction of the crosslinked product thus obtained was 0% by weight. The MFR of the product deter- 
mined at a temperature of23Q°Cwithaloadof2.16kg was 15 g/10 minutes. However, the MFR at a temperature 
of 230°C with a load of 1 0 kg was unmeasurable because the product revealed excessively high fluidity under 
such conditions. 

76 

Example 5 

1 00 parts by weight of the random copolymer prepared in Example 1 , 0.05 parts by weight of "Irganox 101 0" 
(Trademark), and 0.05 parts by weight of BHT were mixed and kneaded at210°C by an extruder having a diame- 
X terof 30 mm. The resin thus obtained was processed to a sheet with a thickness of 2 mm by pressing. An elec- 
tron beam was applied to the sheet by an electron beam accelerator until the absorbed doses of the sheet 
became 2 Mrad and 10 Mrad, respectively, thereby to obtain crosslinked products according to the present 
invention. 

The gel fractions, tensile strengths, and abrasion resistances of the crosslinked products thus obtained 
35 were respectively determined. The results are shown in Table 1. 

The abrasion resistance of the sheet was determined in the following manner 

The above-obtained sheet of 75 mm x 25 mm in size was rotated in Toyoura standard sand at a rotating 
speed of 700 rpm for five hours. The abrasion resistance was evaluated with respect to the weight of the sheet 
reduced by the above operation. 

40 

Example 6 

The procedure in Example 5 was repeated except that the random copolymer prepared in Example 1 
employed in Example 5 was replaced by the random copolymer prepared in Example 2, thereby to obtain 
45 crosslinked products according to the present invention. 

The gel fractions and tensile strengths of the products thus obtained were respectively determined. The 
results are shown in Table 1. 


The geJ fractions, tensile strengths, ami abrasion resistances of ; iie products thus obtained were respect- 
ively determined. The results are shown in Table 1. 
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Comparative Example 4 

The procedure in Example 5 was repeated except that the random copolymer prepared in Example 1 
employed in Example 5 was replaced by polypropylene, "Mitsubishi Polypro MH6" (Trademark), thereby to 
obtain comparative crosslinked products. 

The gel fractions, tensile strengths, and abrasion resistances of the products thus obtained were respect- 
ively determined. The results are shown in Table 1. 

The data shown in Table 1, regarding the crosslinked products obtained in Examples 5 and 6 and Com- 
parative Examples 3 and 4 clearly demonstrate that the crosslinked products according to the present invention 
are superior to the comparative ones in the gel fraction and in the other properties which are governed by the 
gel fraction, namely abrasion resistance, tensile strength and elongation. 
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Example 7 

1 00 parts by weight of the random copolymer prepared in Example 2, 0.05 parts by weight of "Irganox 1 01 0" 
(Trademark), and 1 .0 part by weight of peroxide, "Perhexa 2.5B" (Trademark) manufactured by Nippon Oil & 
s Fats Co., Ltd., Japan, were mixed, and extruded at 145°C to obtain a sheet with a thickness of 2 mm. The sheet 
was placed in a mold for compression pressing, and was heated to 180°C forthree minutes to cause a crosslink- 
ing reaction. 

The gel fraction of the above-obtained crosslinked product according to the present invention was 76 % 
by weight. 

10 

Example 8 

1 00 parts by weight of the random copolymer prepared in Example 2, 0.05 parts by weight of "Irganox 1010" 
(Trademark), and 15 part by weight of azodicarboxylic amide were mixed, arid extruded at 145°C by an extruder 
15 equipped with a coat hanger die having a width of 300 mm, thereby to obtain a sheet with a thickness of 2 mm. 
An electron beam was applied to this sheet by an electron beam accelerator until the absorbed dose of the 
sheet became 1 Mrad. The sheet thus treated was then placed in a fused salt bath at a temperature of 220°C 
for 2 minutes and 15 seconds, wherebv a crosslinked foam nrndi 
obtained. 

20 The product thus obtained had a gel fraction of 48% by weight, an apparent gravity of 0.045 g/ml t and 
uniform independent cells with an average diameter of 300 

A peeling test was carried out, in which adhesive tape was adhered to the surface of the above foam pro- 
duct, and then peeled. As a result, the tape was not peeled off the foam product at the interface therebetween, 
but the foam product was broken upon peeling. From this, it can be known that the adhesion between the tape 
25 and the foam product is sufficiently high. 

The tensile strength and elongation and the rigidity at 25% compression of the foam product were respect- 
ively measured in accordance with JIS K-6767. As a result, the tensile strength was 14.9 kg/cm*, the elongation 
was 430%, and the rigidity at 25% compression was 1.65 kg/cm 2 . 

30 Comparative Example 5 

The procedure in Example 7 was repeated except that the copolymer prepared in Referential Example 2 
was used to produce a sheet of the crosslinked product. 

The crosslinked product of the sheet had the ge! fraction at such a low level as 61% by weight. 

35 

Comparative Example 6 

The procedure in Example 8 was repeated except that the random copolymer prepared in Example 2 
employed in Example 8 was replaced by the copolymer prepared in Referential Example 2, and the absorbed 
ao dose was changed from 1 Mrad to 3 Mrad, thereby to obtain a comparative crosslinked foam product. 

The foam product thus obtained had a gel fraction of 43 % by weight, an apparent specific gravity of 0.048 
g/ml, and uniform independent cells. The tensile strength of the product was 10.9 kg/cm 2 t the elongation was 
440%, and the rigidity at 25% compression was 0.92 kg/cm 2 . These values were thus obtained at an absorbed 
dose larger than that required in the procedure in Example 8. 
45 It was thus found that the comparative crosslinked foam product was inferior to the crosslinked foam pro- 

duct of the present invention. 

Comparative Example 7 


7.5 mmol of ethyl benzoate, 15 mmol of titanium tetrachloride, and 64 ml of -i-hexane, followed by grinding and 
mixing at room temperature for 7 hours, the mixture was then washed with 400 ml of n-hexane five times to 
obtain a product for use as a transition m<^~! ratnlv^t in !he roiymep^tion nivr-r hoto-.-. 
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three-necked flask which had been purged with nitrogen gas in advance. To the flask put in a water bath at 
3Q°C was supplied a 1:1 (molar ratio) gas mixture of ethylene and propylene at a rate of 4 1't/m'm for 5 minutes 
whereby the gas mixture was dissolved therein. Afterthe gas mixture was dissolved, 3 mmol of triisobutyl alumi- 
num and 0.03 mmol (titanium atom base) of the above-prepared catalyst were added, in this order, to the reao 

5 tion mixture, followed by a polymerization reaction at 30°C while supplying the mixed gas thereto. After 30 
minutes, 10 ml of a mixture of methanol and hydrochloric acid was added to the reaction mixture to terminate 
the polymerization reaction. The reaction product was coagulated by methanol, and then dried in a vacuum 
drier. As a result, 7.6 g of a copolymer was obtained. The molar ratio of monomer units of ethylene to those of 
propylene contained in the copolymer was 31:69. Moreover, the amount of monomer units of 7-methyM,6-dioc- 

10 tadiene contained in the copolymer was 3.0 moi% which corresponded to an iodine value of 18. 

1 00 parts by weight of the above-obtained copolymer, 0.05 parts by weight of "irganox 1 01 0" (Trademark), 
and 0.05 parts by weight of BHT were mixed, and kneaded at210°C by an extruder with a diameter of 30 mm. 
The resulting resin was processed to a sheet with a thickness of 2 mm by pressing. An electron beam was 
applied to this sheet by an electron beam accelerator until the absorbed dose of the sheet became 10 Mrad. 

15 The crossiinked product thus obtained was evaluated with respect to the items shown in Table 2. The crosslin- 
ked product obtain ed in Example 5 was also evaluated with respect to the same items, and the results are shown 
in Table 2 for comparison. 

Among the evaluation items, scratching rigidity using pencil, heat-deformation rate, modulus of flexural 
elasticity, and oil resistance were determined in the following manner. 

20 

(1) Scratching Rigidity Using Pencil 

The measurement was conducted in the same manner as in JIS K-5401 except that the loaded weight was 
changed to 500 g. 

25 

(2) Heat-Deformation 

The deformation rate was determined by loading a weight of 1 kg on each sheet of 15 mm x 30 mm x 2 
mm in size at 120°C for 30 minutes. 

30 

(3) Modulus of Rexural Elasticity 

Determined in accordance with JIS K-7203. 

35 (4) OH Resistance (Degree of Swelling) 

The oil resistance was evaluated by a rate of increase in the weight of the sheet after dipping it into an oil 
of JIS No. 3 at 80°C for 96 hours. 

40 (5) Gel Fraction 

A sample housed in 80 mesh metal net is subjected to Soxhlet extraction with xylene for 10 hours. The 
remain unextracted was dried in vacu o and weighed to calculate the % by weight of the remain in the sample 
as the gel fraction. 

45 


56 
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Table 2 


- Item 

Comp. 
Ex, 6 

Example 
5 

Gel Fraction (wt*%) 

88 

92 

Hardness A 

58 

100 

Hardness D 

12 

71 

Tensile Strength (kg/cm 2 ) 

27 

335 

Tensile Elongation at Break (%) 

200 

360 

Abrasion Resistance weight loss (mg) 

25 

14 

Scratching Rigidity Using Pencil 

5B 

HB 

Heat-Deformation ( % ) 

7.7 

0,5 

Modulus of Flexural Elasticity (kg/cm 2 ) 

60 

6100 

Oil Resistance (%) 

460 

20 


30 


Claims 


35 1. A random copolymer of (a) an a-olefin having 3 to 1 2 carbon atoms, (b) a non-conjugated diene represented 
by the formula (1): 


CH 2 = CH-+- CR 4 R 5 C=C-R 


40 


wherein R 1 represents a hydrogen atom or an alkyl group having 1 to 8 carbon atoms, R 2 , R 3 , R 4 and R 5 
each independently represent a hydrogen atom or an alkyl group having 1 to 8 carbon atoms, and n is a 
45 number of from 2 to 10, and (c) optionally ethylene, which random copolymer comprises 0,1 to 15 mo!% 

of monomer units of said non-conjugated diene, 0 to 4 mol% of monomer units of ethylene, and pendent 
ethytenical unsaturations, and has a crystallization degree of 20% or more determined by an X-ray diffrac- 
tion method, a melt index of 0,01 to 200 g/10 minutes, and a modulus of elasticity according to Japan Indust- 
rial Standard (JIS) K-7203 of 1,000 to 30,000 kg/cm 2 . 


from the group consisting of propylene, 3-methyl-buiene-l nnd 4-methyi-pentene- 1 . 
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18, A crosslinked product according to any one of Claims 10 to 17, wherein said random polymer consists 
essentially of monomer units of said a-olefin having 3 to 12 carbon atoms, and monomer units of said non- 
conjugated diene represented by said formula (1). 

5 19. A crosslinked product according to anyone of Claims 10 to 18, wherein said crosslinking has taken place 
by means of a radical generating agent. 

20. A crosslinked product according to anyone of Claims 10 to 18, wherein said crosslinking has taken place 
by means of radiation. 

10 

21. A crosslinked product according to any one of Claims 10 to 20, wherein said crosslinking has taken place 
under such conditions that said random copolymer is foamed, and the resultant crosslinked product prep- 
ared is in the form of foam. 


15 22. A crosslinked product according to any one of Claims 10 to 21, wherein said crosslinking of the random 
copolymer has taken place in the form of a blend of the random copolymer with a thermoplastic polymer 
compatible therewith, and the resultant crosslinked product prepared in the form of a blend of the random 
copolymer crosslinks with thft thprmnnl^^tic polymer. 

20 23, A crosslinked product according to Claim 22, wherein said thermoplastic resin is a polymer of an a-olefin. 

24. A blend which comprises Component A which is a random copolymer, and (ii) Component B which is a 
thermoplastic polymer compatible therewith, 

said Component A being a random copolymer of (a) an a-olefin having 3 to 12 carbon atoms, (b) a 
25 non-conjugated diene represented by the following formula (1): 


CH 2 = CH-f- CR 4 R 5 -t^j C=C-R 1 


(1) 


R J 


30 


wherein R 1 represents a hydrogen atom or an alky! group having 1 to 8 carbon atoms, R 2 . R 3 , R 4 and R 5 
each independently represent a hydrogen atom or an alkyl group having 1 to 8 carbon atoms, and n is a 
number of from 2 to 10, and (c) optionally ethylene, which random copolymer comprises 0.1 to 15 mol% 

35 of monomer units of said non-conjugated diene, 0 to 4 mol% of monomer units of ethylene, and pendent 

ethylentcal unsaturations, and has a crystallization degree of 20% or more determined by an X-ray diffrac- 
tion method, a melt index of 0.01 to 200 g/1 0 minutes, and a modulus of elasticity according to JIS K-7203 
of 1,000 to 30,000 kg/cm 2 , 

said composition comprising 0,1 mol% or more and less than 15 mol% of monomer units of said 

40 non-conjugated diene. 


45 
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5. A random copolymer according to any one of Claims 1 to 4, wherein said non-conjugated diene is a diene 
represented by said formula (1) wherein R 1 represents an alkyi group having 1 to 3 carbon atoms, R 2 , R 3 , 
R 4 and R 5 each independently represent a hydrogen atom or an alkyl group having 1 to 3 carbon atoms, 
and n is a number of from 2 to 5. 

5 

6. A random copolymer according to Claim 1, wherein said non-conjugated diene is a branched non-conju- 
gated diene. 

7. A random copolymer according to Claim 6, wherein said branched non-conjugated diene is selected from 
10 the group consisting of 6-methyi-1,5-heptadiene, 6-methyI-1-,5-octadiene, 6-methyM ,6-octadiene, 7-me- 

thyi-1,6-octa diene, 7-ethyl-1,6-octadiene and 8-methyi-1,7-nonadiene. 

8. A random copolymer according to Claim 7, wherein said non-conjugated diene is 7-methy1-1 ,6-octadiene, 

15 9. A random copolymer according to any one of Claims 1 to 8, consisting essentially of monomer units of said 
ci-defin having 3 to 12 carbon atoms and monomer units of said non-conjugated diene represented by said 
formula ( 1). 

10. A crosslinked product of a random copolymer of (a) an a-olefin having 3 to 12 carbon atoms, (b) a non- 
20 conjugated diene represented by the formula (1): 


CH 2 = CH-t CR 4 R 5 -f^ C=C-R 


--pi 
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R 3 R 2 


wherein R 1 represents a hydrogen atom or an alkyl group having 1 to 8 carbon atoms, R 2 , R 3 , R* and R 5 
each independently represent a hydrogen atom or an alkyi group having 1 to 8 carbon atoms, and n is a 
number of from 2 to 10, and (c) optionally ethylene, which random copolymer comprises 0,1 to 15 mol% 
30 of monomer units of said non-conjugated diene, 0 to 4 mo!% of monomer units of ethylene, and pendent 

ethylenicaJ unsaturations, and has a crystallization degree of 20% or more determined by an X-ray diffrac- 
tion method, gei fraction of 5 wt% or more, a melt index of 0,01 to 100 g/10 minutes, and a modulus of 
elasticity according to JIS K-7203 of 1 ,000 to 30, 000 kg/cm 2 , the crosslinking having taken place through 
the pendent ethyienica! unsaturations. 

35 

11. A crossJinked product according to Claim 10, wherein said a-oiefin having 3 to 12 carbon atoms is selected 
from the group consisting of propylene, butene-1, 3-methyl-butene-1, 4-methyl-pentene-1 and styrene. 

12. A random copolymer according to Claim 10, wherein said a-olefin having 3 to 12 carbon atoms is selected 
40 from the group consisting of propylene, 3-methy!-butene-1 and 4-methyI-pentene-1 . 

13. A crosslinked product according to Claim 10, wherein said a-clefin having 3 to 12 carbon atoms is pro- 
pylene. 


4s 14. A crossJinked product according to any one of Claims 10 to 13, wherein said non-conjugated diene is a 
diene represented by said formula (1) wherein R 1 represents an alkyl group having 1 to 3 carbon atoms, 
R 2 , R 3 , R 4 and R 5 each independently represent a hydrogen atom or an alkyl group having 1 to 3 carbon 
atoms, and n is a number of from 2 to 5. 


■H>. A rrnssi inked product a.'vx,r-::.::j to I :\, therein s^ki nranr.: >e,\ non-i^n/jgaUid aere is selected from, 

fie group consisting of 6-methyl-1 ,5-heptadiene, 6-methy!-1,5-octadiene, 6-methyM ,6-octadiene, 7-me- 
l.ny!-1,6-octadiene, 7-ethyM ,6-octadiene and 8-methyM ,7-nonadiene. 


